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Amendments to the Claims: 

This listing of claims will replace all prior versions, and listings, of claims in the application: 

Listing oy Claims; 
Claims 1-15 (canceled) 

Claim 16 (currently amended) A biologically-degradable or bio-soluble glass fiber composition, 
characterized in that it comprises the following components expressed in percent by weight: 

-Si0 2 : 61 to 66; 

-Al^: 1.1 to 1.80; 

-(CaO+MgO): higher lhan 9; 

-Na^: 17.50 to 18.50; 

-KJO: 0.6 to 1; 

-B 2 0 3 : 4 to 15; 

- p 2 o 5 : o to 5 ; 

-S0 3 : 0.1 to 0,5; 

-FejOj: O toO.5; . 

- Others: less than 2. 

Claim 17 (previously presented) The composition as claimed in claim 16, wherein it comprises the 
following components expressed in p ercent by weight : 

- Si0 2: 63.95; 
-Al 2 CV 1.10; 
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-CaO: 7.50; 
-MgO: 2.50; 
-N^O: 17.80; 
-K 2 0: 0,70; 
-B 2 Oj: 6>W'> 
-S0 3 : 0.35; 
-Fe^: 0.10; 
-Others: less than 2. 

Claim 18 (previously presented) The composition as claimed in claim 16, wherein it comprises the 
following components expressed in percent by weight: 



-SiO* 


64.95; . 


-A1 2 0 3 : 


t.20; 


-CaO: 


7.00; 


-MgO: 


2.50; 


-NaaO: 


17.80; 


-K 2 0: 


0.70; 


-B 2 CV 


4.40; 


-PA: 


1.00; 


-S0 3 : 


0.35; 


-Fe 2 O a : 


0.10; 


- Others: 


less than 2. 



Claim 19 (currently amended) The composition as claimed in claim 16, wherein it comprises the 
following components expressed in percent hy weight: 

- Si0 2 : 63.40; 
-Al 2 O a : 1.70; 
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-CaO: 6.80; 

-MgO: 3.60; 

-N%0: 17.60; 

-KjO: 0.90; 

-B^: 5.90; 

-Fej0 3 : 0.10; 



0.1 to 0.5: 

- Others: less than 2. 

Claim 20 (currently amended) A biologicaUy-degradable or bio-soluble glass fiber composition, 
wherein it comprises the following components expressed in percent by weight: 

- SiOji 61 to 66; 
-Al 2 O s : 1.1 to 1.25; 
-(CaO+MgO): higher than 9; 
-NaaQ: 17.50 to 18.50; 
-K,0: 0,6 to 1; 
-B 2 0 3 : 4 to 15; 

- (B 2 0 3 + P 2 Oj) : higher than 5; 
-S0 3 : [[0tol]]0.1to0.5; 
-FejOj: 0 to 0.5; 

- Others: less than 2. 

Claim 21 (previously presented) The composition as claimed in claim 20, wherein it comprises the 
following components expressed in percent by weight: 

- B a 0 3 : higher than 5.5; 

. p 2 O s : 0 to less than 0.1 . 
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Claim 22 (canceled) 

Claim 23 (previously presented) The composition as claimed in claim 20, wherein it comprises the 
following components expressed in percent by weight; 

- B 2 0 3 : less than 5; 
-P,0,: 0.75 to 1.5. 

Claim 24 (previously presented) The composition as claimed in claim 20, wherein it comprises the 
following component expressed in percent by weight: 

- Fe 2 0 3 : 0.05 to 0.2. 

Claim 25 (currently amended) A biologically-degradable or bio-aohible glass fiber composition, 
wherein it comprises the following components expressed in percent by weight: 



- Si0 2 : 


61 to 66; 


-A1A: 


1.6 to 1.8; 


-CaO: 


6 to 9; 


-MgO: 


higher than 3.50; 


-Na 2 0: 


17.50 to 18.50; 


-K z O: 


0.6 to 1.5; 


-B 2 0 3 : 


5 lo 15; 




less than 0.1; 


-S0 3 : 


Lesa than 0.35 0.1 to 0.25: 


-Fe^: 


higher than zero; 


- Others: 


less than 2. 



Claim 26 (cancelled) 
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